Raves, 


Rules for the 
Manufacture, Testing 
and Certification of 
Materials, July 2009 


Effective Date of Latest 
Amendments: 


See page 1 


Issue date: April 2010 


Lloyd’s Register is an exempt charity under the UK Charities Act 1993 


Lloyd’s Register, its affiliates and subsidiaries and their respective officers, employees or agents are, individually and collectively, referred to in this 
clause as the ‘Lloyd’s Register Group’. The Lloyd’s Register Group assumes no responsibility and shall not be liable to any person for any loss, 
damage or expense caused by reliance on the information or advice in this document or howsoever provided, unless that person has signed a 
contract with the relevant Lloyd’s Register Group entity for the provision of this information or advice and in that case any responsibility or liability is 
exclusively on the terms and conditions set out in that contract. 


RULES FOR THE MANUFACTURE, TESTING AND CERTIFICATION OF 
MATERIALS, July 2009 


Notice No. 2 


This Notice contains amendments within the following Sections of the Rules for the Manufacture, Testing and 
Certification of Materials, July 2009. The amendments are effective on the dates shown: 


Chapter Section Effective date 
1 2 Corrigendum 
4 1 July 2010 
13 1 1 July 2010 


It will be noted that the amendments also include corrigenda, which are effective from the date of this Notice. 


The Rules for the Manufacture, Testing and Certification of Materials July 2009 are to be read in conjunction with this 
Notice No. 2. The status of the Rules is now: 


Rules for Materials Effective date: July 2009 
Notice No. 1 Effective date: 1 July 2010 & Corrigenda 
Notice No. 2 Effective date: 1 July 2010 & Corrigendum 


Chapters 1&5 


Chapter 1 
General Requirements 


CORRIGENDUM 


a Section 2 
Approval and survey requirements 


2.2 LR Approval - General 


2.2.3 LR publishes lists of approved manufacturers and 

approved products. The lists are published in the CD Live 

section of LR’s website, http://www.lr.org. Freyare-alse 
SD BOM ; B 


The lists are as follows: 

e —_ List of Approved Manufacturers of Materials. 

e Approved Welding Consumables for Use in Ship 
Construction. 

e —__ Lists of Paints, Resins, Reinforcements and Associated 
Materials. 

e Lists of Approved Anchors. 


Chapter 5 
Steel Forgings 


Effective date 1 July 2010 


a Section 4 
Forgings for crankshafts 


4.5 Mechanical tests 


4.5.2 For solid forged crankshafts, tests are to be taken 
in the longitudinal direction from the coupling end of each 
forging (test position A in Fig. 5.4.1). Where the mass, as heat 
treated but excluding test material, exceeds 3 tonnes, a 
second set of tests is to be taken from the end opposite the 
coupling, in addition (test position B in Fig. 5.4.1). Where the 
crankthrows are formed by machining or flame cutting, the 
second set of tests is to be taken in a tangential direction from 
material removed from the crankthrow at the end opposite the 
coupling (test position C in Fig. 5.4.1).For continuous grain 
flow (CGF) crankshaft forgings, where suffetert insufficient 
material exists for a second longitudinal tes test, the second 
set of tests may be taken in a tangential direction from the 
crankthrow (test position C in Fig. 5.4.2). 


Chapter 13 
Requirements for Welded Construction 


Effective date 1 July 2010 


a Section 1 
General welding requirements 


1.11 Non-destructive examination of welds 


Leite t Non-destructive examinations are to be made in 
accordance with a definitive written procedure prepared and 
endorsed by a person qualified according to a Nationally 
Recognised Scheme with a grade equivalent to level Ill 
qualification of ISO 9712, SNT-TC-1A, EN478, or ASNT 
Central Certification Program (ACCP). As a minimum, the 
procedure will identify personnel qualification levels, NDE 
datum and identification system, extent of testing, methods 
to be applied with technique sheets, acceptance criteria and 
reporting requirements. These procedures are to be 
approved by the Surveyor. 


Chapter 13 
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